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Thermoplastic moulding compositions which contain 
polycarbonates, graft polymers, optionally copolymers, esters of 
saturated monocarboxylic acids and trihydric alcohols and optionally 
other mould-release agents and/or other known additives. 
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1. Thermoplastische Formmassen, enthaltend 

• A. 10 bis 90 Gew.-Teile eines Oder mehrerer 
thermoplastischer Polycarbonate, 

• B. 1 0 bis 60 Gew.-Teile eines oder mehrerer 
Pfropfpolymerisate aus 
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• B.1 5 bis 90 Gew.-Teilen einer Mischung aus 

• B.1 .1 50 bis 95 Gew.-Teilen Styrol, a-Methylstyrol, 
kernsubstituiertem Styrol, Methyl methacrylat Oder 
Mischungen daraus, und 

• B.1. 2 50 bis 5 Gew.-Teilen (Meth)Acrylnitril, 
Methylmethacrylat, Maleinsaureanhydrid, N-substituiertem 
Maleinimid Oder Mischungen daraus, auf 

• B.2 95 bis 10 Gew.-Teile eines Kauschtuks mit einer 
Glastemperatur T G </=10°C und gegebenenfalls. 

• CO bis 80 Gew.-Teile eines thermoplastischen 
Copolymerisats aus 

• C.1 50 bis 95 Gew.-Teilen Styrol, a-Methylstyrol, 
kernsubstituiertem Styrol, Methylmethacrylat oder 
Mischungen daraus, und 

• C.2 50 bis 5 Gew.-Teilen (Meth)Acrylnitril, 
Methylmethacrylat, Maleinsaureanhydrid, N-substituiertem 
Maleinimid oder Mischungen daraus, wobei die Summe der 
Gew.-Teile aus A. + B. + gegebenenfalls C. jeweils 100 
Gew.-Teile betragt, die dadurch gekennzeichnet sind, dafi 
sie 

• D. 0,1 bis 3 Gew.-Teile, bezogen auf 100 Gew.-Teile A. + B. 
+ gegebenenfalls C, eines oder mehrerer Ester aus 
gesattigten aliphatischen C 10 bis C 22 -Monocarbonsauren und 

dreiwertigen Alkoholen enthalten. 

f Description 

Expand description Gegenstand der vorliegenden Erfindung sind thermoplastische 
Formmassen, enthaltend 

A. 10 bis 90 Gew.-Teile, vorzugsweise 20 bis 80 Gew.-Teile, 
eines oder mehrerer thermoplastischer Polycarbonate, 

B. 10 bis 60 Gew.-Teile, vorzugsweise 10 bis 50 Gew.-Teile, 
eines oder mehrerer Pfropfpolymerisate aus 

B.1 5 bis 90 Gew.-Teilen, vorzugsweise 30 bis 80 Gew.- 
Teilen, einer Mischung aus 

B.1 .1 50 bis 95 Gew.-Teilen Styrol, a-Methylstyrol, 
kernsubstituiertem Styrol, Methylmethacrylat oder 
Mischungen daraus, und 

B.1. 2 50 bis 5 Gew.-Teilen (Meth)Acrylnitril, Methyl- 
methacrylat, Maleinsaureanhydrid, N-substituiertem 
Maleinimid oder Mischungen daraus, auf 

B. 2 95 bis 10 Gew.-Teile, vorzugsweise 70 bis 20 Gew.- 
Teile, eines Kauschuks mit einer Glastemperatur T G </=10°C 
und gegebenenfalls 

C. 0 bis 80 Gew.-Teile, vorzugsweise 10 bis 70 Gew.-Teile, 
eines thermoplastischen Copolymerisats aus 

C.1 50 bis 95 Gew.-Teilen Styrol, a-Methylstyrol, 
kernsubstituiertem Styrol, Methylmethacrylat oder 
Mischungen daraus, und 

C.2 50 bis 5 Gew.-Teilen (Meth)Acrylnitril, Methyl- 
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methacrylat, Maleinsaureanhydrid, N-substituiertem 
Maleinimid oder Mischungen daraus, wobel die Summe der 
Gew.-Teile aus A. + B. + gegebenenfalls C. jeweils 100 
Gew.-Teile betragt, 

die dadurch gekennzeichnet sind, dafl sie 

D. 0,1 bis 3 Gew.-Teile, vorzugsweise 0,2 bis 2,0 Gew.-Teile, 
bezogen auf 100 Gew.-Teile A, + B. + gegebenenfalls C. f 
eines oder mehrerer Ester aus gesattigten aliphatischen C 10 

bis C 22 -Monocarbonsauren und dreiwertigen Alkoholen 

enthalten. 



+ Beispiele 

+ Eingesetzte Polykondensate und Polymerisate 



f Forward Go to Result Set: Forward references (3' 
References ? *~ ^ 



PDF 


Patent 


Pub.Date 


Inventor 


Assignee 


Title 


u 


US5162419 


1992-11-10 


Pottier- 
Metz; 
Catherine 
M. M. 


GE Plastics ABS 
Europe B.V. 


Low qloss talc filled ABS/ 








US5100960 


1992-03-31 


Grigo; 
Ulrich 


Bayer 
Aktiengesellschaft 


Thermoplastic moldinq cc 
of a polysiloxane block 
copolycarbonate and a 




polycarbonate based on c 
dihydroxydiphenylcycloall 




US5061745 


1991-10-29 


Wittmann; 
Dieter 


Bayer 
Aktiengesellschaft 


Flame-retardant, hiah-imf 




polycarbonate moldinq cc 



f Other Abstract None 
Info: 




Inquire 

Regarding 

licensing 



ipIQ 0 

Business Intelligence Reports 




[ Nominate this for the Ga(l> 



THOMSON 

* 



Copyright © 1997-2005 The Thoi 
Subscriptions | Web Seminars | Privacy | Terms & Conditions | Site Map | Contact U 



https://www.delphion.com/details?pn=EP00248308A2 



8/26/2005 



